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(54) Black to color bleed control using specific polymers in ink-jet printing inks containing 
pigmented inks requiring dispersants 



(57) The ink set of this invention comprises at least 
two inks, one of which contains a pH sensitive polymer 
and pigment colorant with dispersant. A second ink is 
provided which comprises incompatible inorganic or or- 



ganic salts or has an appropriate pH. The polymer pre- 
cipitates onto a medium upon contact with the second 
ink, thereby providing improved bleed control. 
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Description 

TECHNICAL FIELD 



XbS^S^ST t0 f ink - jet , inkS 7 P,0yed in P rintin 9- ,n l««ta*r. this invention relates to 
thJc! , ? dlt,0n ° f Specif,c P ol V mers t0 conventional, non-self dispersing pigment-based ink 

polymers reduoe, and in some cases even eliminate, color b.eed problems typically as^oclted in^ 
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™™ ,nk -J e tP r '"ters offer a low cost, high quality, and comparatively noise-free option to other types of printers 
commonly used w.th computers. Such printers employ a resis^element in a chamber provided with an egre« for in^ 
« EUS ■ T T" 8 P ' enUm iS C ° nneCted tQ a reSerV0ir for stori "9 the ink - A plurality of ^,22S£l2 

comprife a! ^ S pen ,S ^ ^ 8 The entire assemb| y of printnead and rasa ™" 

[0003] In operation, each resistor element is connected via a conductive trace to a microprocessor where current- 
carrying s.gnals cause one or more selected elements to heat up. The heating creates a bubble of ink in the chamber 
wh,ch expe 8 ,nk through the nozzle toward the print medium. In this way, firing of a plurality of such re'sTor eLments 
X^IT^T Primi " a ' P — ~ • P—rea-fl ^^IZ 
[0004] When some ink-jet inks are printed adjacent to each other a condition called "bleed" can appear Bleed occura 

i dtld'L ^ °" V Urfa ? °? he PaPer b6in9 PrintSd ° n and in the paper ' The teI ™ " bl -£ as uLed herein 
bILf n th u T'- Z , ° f ^ differSnt C0, ° re are Pnnted next to each other - » is d asired that the borde 
k h S k S f 30 ^ ^ fr ° m thS inVaSi ° n ° f ° ne C0,0r into the ^ °™ color does invade 

nto the o her, the border between the two colors becomes ragged, and this is called bleed. This is in contradistinction 

LTe iT^ P e? ed " in the prior art ' which often defines " b,eed " in the context ° f ink ° f a 

30 nape? Helted ^TnZT^T USe ° f heated platens or other heat sources and/or spacial 

paper. Heated platens add cost to the pnnter. Special paper limits the user to a single paper, which is of a hioher cost 

H^TL P r :ZaT her Tr° redUCS b ' eed inV °' VeS inCr6aSing the P-atraL'rate of the i£ i to th paper 
rhi™?h ft ■ 8 ! m P f netrat,on rate reduces the edge acuity (lowers the print quality of the ink). Nevertheless 
nZZT ^fr^ 6 f ° r Printin9 C0 ' 0r ink becauS6 of the lesser importance of color text quality However prini 
*EZ T?' ° r b ' aCk lnk - And h6nCe ' alternate bleed control mechanisms are needed P 
[0006] U S. Pat. No. 5, 428,383 teaches a method to control bleed in multicolor ink-jet printing involving the use of 
muft-valen metal salts as precipitation agents in a first ink composition. The precipitin agen? is designed to reac 
with the coloring agent in a second ink composition. aes.gnea to react 

S, A solution to the specific problem of black to yellow color bleed is disclosed in U. S. Pat. No. 5.1 98 023 wherein 

"to abo: Z ZTrl ll CalCi 7 Ch ' 0rid6 and ma9neSiUm Chl ° ride are added at — trations .nging from abo t 
determined tn a fthl° Ihhv f? ° * PrSV6nt b ' eed betWe6n ye,,ow and black inks - However, it has been 
" th f H the add,t,on of lar 9 e amounts °f multivalent cations to thermal ink-jet ink compositions may induce 
precipitation of dye salts, requiring further adjustments in the ink composition. U. S. Pat. No 5 518 534 teaches the 

ZV n 5 t h3Ving 3 P, ' 9ment diSperSi ° n and the seCond ink c °«9 a * ™ organic aci^SaTaSd 

«L P «f . f 3 d,s P ers,n 9 aaent - and ^th inks must have the same ionic character 9 
[0008] A method to control bleed is also disclosed by U. S. Pat. No 5 730 790 The ink-i P t ink forrr.„i=.tow * 
comprise at least one dye-based ink composition and at feast one pigment based ink. The , k To cLnSns 

rnn a o° n ' C / UrfaCtant ' 3nd P iament - Das a ink contains a negatively charged dispersant. 

US Pat No s\To4B TfT " 9 b,6ed between ink -i et inks involves the use of P H- S ensitive dyes as disclosed in 
U. S. Pat. No. 5,18 045. It discloses an ink having a P H-sensitive dye to prevent bleeding to an adjacent ink havina 
an appropnate P H. Migration of the ink having the pH-sensitive dye is prevented by rendering the dyelnso uble on he 

coTro^b^ 

control bleed. Accordingly, a pH not exceeding 4 would be required to effectively eliminate bleed from a pH-senslive 
ink having a typical pH of about 8. U. S. Patent 5,679,143 builds upon the '045 case referenced above^ but " orq^c 
acidcomponentisaddedtotheso-caHedta^ 

STioTwh? C ° h m ^K ent : edUCeS PH differentia ' redUired t°-ntro. bleed to about 3 unJs oMess ' 
[0010] While each of the above has produced varying degrees of success, a need still remains for pigment-based 
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(non self-dispersing) ink compositions for use in ink-jet printing which do not evidence bleed, as defined herein, when 
printed on plain papers, and yet which posses relatively long shelf life and other desirable properties of such inks. 

DISCLOSURE OF INVENTION 

5 

[0011] In accordance with the invention, an ink set is provided in which certain pigment-based inks contain polymers 
which become insoluble under either specific and well defined pH conditions or when contacted with incompatible ionic 
substances. By forcing the polymers present to become insoluble on the page, migration of the colorant is inhibited, 
thereby helping to reduce bleed between different colors. Rendering the polymers insoluble is achieved by making the 
10 polymer come out of solution or to precipitate; this is done by contacting the polymer with another ink having an ap- 
propriate pH or one which contains ions that are incompatible with the polymers, or both. 

[001 2] The specific polymers disclosed herein are added to pigmented inks that are stabilized by a dispersant. Thus, 
in systems in which a dispersant yields a very stable dispersant but is not useful in the control of bleed, the specific 
polymers herein can be added in small quantities to enhance bleed performance. A further advantage of adding these 
15 specific polymers is that the concentration of acids and/or incompatible ions in the color inks can be significantly re- 
duced. Lowered concentrations of the acids and ions in the color inks means that the ink will have better stability, better 
compatibility with pen materials, and will fire more reliably from pens. Thus, the combination of a dispersed pigment 
along with these bleed-reducing polymers provide for a very stable pigmented ink composition which have components 
which precipitate out of solution without adversely affecting the overall pigment's stability. " 

20 

BEST MODES FOR CARRYING OUT THE INVENTION 

[0013] It has long been known that certain colorant classes, especially pigments, are insoluble or become insoluble 
under specific and well defined pH conditions or in the presence of incompatible ions. Thus, the use of pigments in ink 

25 formulations has-been limited to either 1) pigments in conjunction with dispersants or 2) self-dispersing pigments. 
Moreover, the dispersant must have two attributes. First, it must be able to stably disperse the pigment in the aqueous 
ink composition Second, it is desirable for the dispersant to provide some measure of bleed control, or at the least not 
promote bleed Industry has been challenged in formulating ink with the above limitations. However, now with this 
invcrt»on a specific group of polymers has been found which precipitate under certain pH conditions or in the presence 

30 of cctam ions but do not affect the dispensability of the pigment. These polymers allow for the use of a broader class 
of materials, particularly dispersants that have not been previously associated with good bleed control. Additionally, 
since the class of non-self dispersing pigments far outnumbers the class of self -dispersing pigments, the fonmulator 
has an ^creased choice of available pigments as well. Use of these specific polymers thus allows for formulation 
flexibility because these polymers do not interfere with the dispersion or water-solubility of the pigment. This new class 

35 of polymers can be utilized for dispersion without concern of their ability to affect bleed. By utilizing a separate dispersant 
to disperse the pigment, the polymers of this invention can be designed to be pH and ion/or sensitive yet have little or 
no dispersing ability. 

[0014] An advantage of the polymer's ion sensitivity is the ability to formulate an ink composition with reduced levels 
of reactive ions. Since these polymers precipitate in the presence of low levels of ions, the secondary ink, which contains 
40 the ions can be formulated to have much lower levels; thus, adding to the flexibility of the formulation and the stability 
of the ink. 

[0015] Without subscribing to any particular theory, the Applicants believe that by forcing a polymer contained in an 
ink to become insoluble on the page, then migration of the colorant in the ink will be inhibited, thereby helping to reduce 
bleed between the inks. The "force" used to make the polymer come out of solution or to precipitate is to contact the 
45 polymer containing ink with another ink having an appropriate pH or containing incompatible ions. 

Polymers 

[0016] The polymers of this invention can be random or block copolymers and contains at least one of each of the 
so following: 1) basic amine monomer, 2) acid monomer, and 3) hydrophobic monomer. The polymers are selected to 
precipitate with a change of pH or in the presence of certain ions or both. In general, polymers which precipitate with 
a change from higher to lower pH will comprise monomers containing an acidic group and a hydrophobic group; pol- 
ymers which precipitate with a change from lower to high pH will comprise monomers containing amine functionality 
and hydrophobic moieties. The structure for the polymers of this invention is: 

55 
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wherein R, are independently selected from H or a 0,-0,8 substituted or unsubstituted, branched or unbranched alkyl 
aromatic, or cyclic chain and may contain halogen, ester, ether, amine or amide functionalities, and is preferably H 
OH 3 , a halogen or a halogenated methyl group; and R 2 is a group^-ontaining either a carboxylic acid group having a 
P K a of from about 5.0 to about 7.5, or a primary, secondary, or tertiary' amine functionality. R 3 is a C r C 18 substituted 
or unsubstituted, branched or unbranched, alkyl, aromatic, or cyclic chain, which may contain ester, ether amine or 
amide functionalities. Examples of monomers of type X that contain carboxylic acids that are useful in the invention 
include but are not limited to; acrylic acid, methacrylic acid, crontonis. acid, 2-trifluoromethylacrylic acid and 2-bro- 
moacrylic acid. Typically, polymers containing acidic R> monomers will be present in the ink as acid salts of Na K Li 
triethanolamine, 2-amino-2-methyl-1 propanol and the like. Examples of monomers of type X that contain primary, sec- 
ondary, and ternary amines that are useful in the invention include, but are not limited to; 2-(diethylamino)ethyl acrylate 
2-(d.methylamino)ethyl acrylate, 3-(dimethylamino)propyl acrylate, butylaminoethyl methacrylate, 2-aminoethyl meth- 
acrylate and N-[3-(dimethylamino)propyl]acrylamide. Typically, polymers containing primary secondary, and/or tertiary 
am.ne R 2 monomers alone will be present in the ink as salts of CI, Br, I, sulfate, nitrate, and the like. Hydrophobic 
monomers of type Y that are useful in the invention include, but are not limited to; methyl and ethyl esters of acrylic 
and methacrylic acids, ethyl-2-(bromomethyl) acrylate, propyl acrylates and methacrylates, butyl a aciylates and meth- 
acrylates, isoamyl acrylate, hexyl acrylates and methacrylates, cyclohexyl acrylates and methacrylates and their alkyl 
denvabves, ethylhexyl acrylates andmethacrylates, trimethylhexyl acrylate, isooctyl acrylate, isodecyl acrylate dodecyl 
acrylate, tridecyl methacrylate, octadecyl acrylate, isobornyl acrylate and methacrylate, phenyl methacrylate benzyl 
methacrylate, 2*utoxyethyl acrylate and methacrylate, 2-ethoxyethyl acrylate, neopentyl glycol acrylate benzoate 
ethylene glycol phenyl ether acrylate, hydroxybutyl acrylate, alkyl esters of crotonic acid, N,N-dimethylacrylamide N- 
isopropylacrylam.de and methacrylamide, N-octylacrylamide, N-(butoxymethyl)acrylamide, N-(isobutoxymethyl)acry- 
lam.de , methyl-2-acrylamido-2-methoxyacetate, vinyl acetate, vinyl neodecanoate, cyclohexyl vinyl ether 2-ethylhexvl 
vinyl ether and styrene. Polymers of this invention may contain more than one X-type or Y-type monomer. 
[0017] Polymers that have acidic groups, such as carboxylate groups, are pH sensitive. These carboxylated or 
otherwise acidified, polymers will either be in solution or precipitate based on their pH-dependant solubility. As the'pH 
is lowered and the carboxylate groups become protonated, the solubility of the polymer decreases. At some point the 
polymer will begin to become unstable and will effectively drop out of solution. Typical polymers for use herein include 
those having at least one and preferably multiple canooxyl groups, which commonly consist of acrylic monomers and 
polymers known .n the art. Hydrophobic moieties are also required to aid in the precipitation of the polymer and induce 
flocculat.cn of the pigment in an aqueous based ink. When the polymer carries a net anionic charge, the pigment must 
also carry a net anionic or nonionic charge. 

[0018] The average molecular weight of the polymers of this invention ranges from about 1 000 to about 20 000 
preferably from about 1 ,000 to about 12,000; more preferably from about 3,000 to about 1 0,000. The above monomers' 
are prov.ded in sufficient amounts to provide a polymer that will be stable when solubilized in water at the appropriate 
P H, yet will effectively precipitate and flocculate the pigment upon the change in pH or contact with the appropriate 
ions. Thus, polymers may be selected which comprise other monomers as long as an effective amount of the above 
monomers comprise part of the polymer chain. 

[0019] In a preferred embodiment, R 2 is a carboxylic acid moiety, thus having the structure: 
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wherein R-j are independently selected from H or a C r C 18 substituted or unsubstituted, branched or unbranched, alkyl, 
t5 aromatic, or cyclic chain and may contain ester, ether, amine or amide functionalities, and is preferably H, CH 3 , a 
halogen or a halogenated methyl group; and n is from 0 to 15, preferably 0 to about 3, so as long as the group has 
pK a of from about 5.0 to about 7.5. R 3 is a C 1 -C 18 substituted or unsubstituted, branched or unbranched, alkyl, aromatic, 
or cyclic chain, which may contain ester, ether, amine or amide functionalities. 

[0020] The acidity, measured by the acid number, of these polymers is in the range of 55-400 mg KOH/g of polymer; 
20 preferably from 80-350 mg KOH/g of polymer; more preferably from 80-200 mg KOH/g of polymer. When the polymers 
have X-type monomers without acidic groups and the R 2 groups contain primary, secondary, and/or tertiary amine 
functionality, the amount of basic nitrogen in the polymer, measured as the meq of basic nitrogen per gram, ranges 
from between about 1 to about 7 meq/g, preferably about 1 .5 to about 6:2 meq/g and even more preferably between 
about 1 .5 to about 3.5 meq/g. 

25 [0021] The following examples of polymers that are useful in this invention are not intended to limit the scope of the 
invention. Monomer ratios are given in weight percent. Molecular weights conform to the ranges given above. Examples; 
a) 8:92 acrylic acid:butyl acrylate, acid number 62 mg KOH/g; b) 10:90 methacrylic acid:butyl acrylate, acid number 
65 mg KOH/g; c) 12:88 acrylic acid:ethyl acrylate, acid number 93 mg KOH/g; d) 14:86 methacrylic acid:ethyl acrylate, 
acid number 91 mg KOH/g; e) 16:60:24 acrylic acid:methyl methacrylate:hexyl acrylate, acid number 125 mg KOH/g; 

30 f) 16:5:15:64 acrylic acid:butylaminoethyl methacrylate:octylacrylamide:methylmethacrylate, acid number 125 mg 
KOH/g; g) 19:40:41 methacrylic acid:ethyl acrylate:methyl methacrytate, acid number 124 mg KOH/g; h) 30:30:30 
methacrylic acid:methyl meth acrylate: benzyl methacrylate, acid number 1 95 mg KOH/g; and i) 44:56 acrylic acid:ethyl 
acrylate, acid number 325 mg KOH/g. Other combinations could aiso be made. Some modifications could be made by 
those skilled in the art and still be within the spirit of the invention. 

35 [0022] The use of pH sensitive polymers should not be confused with the use of pH changes on paper, which lead 
to improved, waterfastness. First, waterfastness issues involve the ability of the ink to resist smearing when water is 
dripped across a printed line of ink, while bleed resistance is the ability of the ink to resist mixing of one color with 
another when both are printed in close succession. Having solved one problem does not imply a solution to the other. 
[0023] Solving waterfastness in other systems has involved the use of a single ink. This is in contrast to the present 

40 invention in which a second ink is used to bring about the desired effect, i.e~, reduction of bleed. 

[0024] In addition, the present invention involves what is essentially a border effect, i.e., the drastic pH conditions of 
the two inks in question or the presence of incompatible ions in one of the inks bring about the desired effect at the 
border of the two inks. This differs with the mode in which other dye-based inks achieve waterfastness, i.e., an entire 
dot of black ink is subjected to paper which lowers the pH slightly and brings about insolubility (and thus waterfastness); 

45 see, e.g., U.S. Patent 4,963,189. 

[0025] Finally, it should be mentioned that using a second ink with a pH of, for example, 4 will have a much greater 
effect on the solubility of the pH-sensitive polymer than will any pH change caused by the paper. Paper-induced pH 
changes in the ink are small compared to contact with a fluid that is buffered at a pH of 4. Thus, while it is thought that 
the pH of the paper itself contributes to an improvement of waterfastness, in the present application, a second ink, 

so having a pH low enough to bring about insolubility of polymers in the first ink or the presence of specific polymer- 
incompatibie ions, is used to bring about the desired effect, i.e.. bleed reduction. 

[0026] The method of the invention eliminates the requirement of a heater or heated platen in order to reduce bleed 
from an ink of one color into an ink of another color and the need for special paper to control bleed between inks that 
otherwise would bleed on plain types of paper. 
55 [0027] While the specific example given is directed to the use of an ink having a lower pH than the first ink, it is also 
possible to employ an ink having a higher pH than the initial ink. in this case, the pH-sensitive ink would have the 
property that it precipitates as the pH is increased. For example, if the polymer is soluble at a low pH by carrying a 
positive charge through protonation of an amine group on the polymer, it is possible to precipitate the polymer by 
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contacting it with a second ink that is buffered at a high pH causing deprotonation of the polymer. This system would 
work in conjunction with pigments that are either dispersed by dispersants containing nonionic or with a cationic charged 
moieties. 

[0028] The effect on bleed may be seen at a pH difference of about 1 to 3 units. Further and near complete control 
of bleed results when the pH difference is further increased, to about 4 to 5 units. However, these values do not preclude 
the use of a polymer which is more sensitive to pH than those disclosed herein; with more sensitive pH-polymers, near 
complete control of bleed could result with only a small difference in pH, considerably less than 4 units. 

Multivalent Salts 

[0029] In one embodiment herein, the polymers of this invention interact with incompatible multi-valent (inorganic or 
organic) salts in the second ink. These salts must be soluble in the ink in the concentration employed. Suitably-employed 
cations for the multi-valent salt include alkaline earth metals of group 2kM the periodic table (e.g., magnesium and 
calcium); the transition metals of group 3B of the periodic table (e.g. , lanthanum); cations from group 3A of the periodic 
table (e.g., aluminum); and lanthanides (e.g., neodymium). Preferably, calcium and magnesium are employed as cat- 
ions in the practice of this invention. Suitably employed anions associated with calcium or magnesium include nitrate, 
chloride, acetate, benzoate, formate, and thiocynate. Salts preferably employed in this invention are nitrate, chloride, 
and acetate salts of calcium and magnesium. If used, the salt should be present in the second ink in an amount ranging 
from about 1% to about 10%, preferably from about t.5% to about 7%, more preferably from about 2% to about 6% 
by weight of the ink. 

Organic Acid 

[0030] Examples of organic acids which may be included in the second ink to aid in the pH and buffering capabilities 
of the second ink include, but are not limited to, mono-, di-, and polyfunctional organic acids. In general, it is contem- 
plated that any soluble organic acid having a pK a equal to or less than that of the pH-sensitive polymer of concern may 
be suitably employed Preferably, one of the following classes of organic acids is employed: polyacrylic, acetic, glycolic, 
maionic malic maleic. ascorbic, succinic, glutaric, fumaric, citric, tartaric, lactic, sulfonic, and ortho-phosphoric acid, 
derivatives thereof and mixtures thereof. If used, the organic acid should be present in the second ink in an amount 
ranging from about 1% to about 1 0%, preferably from about 2% to about 7%, more preferably from about 3% to about 
6% by weight of the ink. 

P tgments/Dtspcrsants 

[0031] A wide variety of organic and inorganic pigments, either alone or in combination, may be benefited in the 
practice of this invention, since it is contemplated that any pigments or combination thereof may be benefited in the 
practice of this invention. The term "pigment" as used herein mean a water insoluble colorant. In practice, pigment 
particles are deaggiomerated or dispersed in aqueous media to achieve greater uniformity in print quality of the ink. 
Any means for dispersing the pigment particles that is compatible with the remaining ink components may be employed 
in the practice of this invention. Examples of suitable dispersing means include hydrophilic pigment dispersing agents. 
Any hydrophilic dispersing agent that is compatible with the pigment may be employed in the practice of this invention. 
Examples of classes of polymeric dispersing agents commonly used to disperse pigment particles in aqueous media 
include random, block, and branched-type polymers. The polymer may be anionic, cationic, or nonionic in nature. 
[0032] It is contemplated that a commercially available concentrated aqueous pigment dispersion is employed in the 
practice of this invention. Examples of such pigments dispersions include Hostafine Yellow and Hostafine Green, Fuji 
BBL Red and Fuji BBL Magentas. 

[0033] The pigment particle size is an important consideration in ink-jet printing, since the pigment particles must be 
sufficiently small to permit free flow of the ink through the ink jet printing devices. For example, the ejecting nozzles of 
thermal inkjet office printers typically have diameters on the order of about 10 to 60 micrometers. The pigment particle 
size is also important in considerations of stability and color strength. Given these considerations, the range of useful 
particle size is about 0.005 to 15 micrometers. Preferably, the pigment particle size should range from about 0.005 to 
about 1 micrometer. 

[0034] Illustrative examples of suitable pigments that are identified with respect to the Color Index include but are 
not limited to: pigments black 1 , 7, 11 , and 31 ; pigments blue 1,9,14, 15, 16, 27, 28,29, 36, 60, and 61 ; pigments brown 
24, 29, and 31; and pigments green 1, 2, 7, 36, and 50: pigments orange 5, 13, 16, 34, 36, 43, 46, 67, and 69; and 
pigments red 2, 3, 4, 5, 78, 17, 19, 22, 23, 31, 38, 48,49, 2, 57, 63, 81 , 88, 100, 101, 104, 112, 122, 146, 149,'l70, 
and 179; pigments violet 2, 3, 9, 19 : 23, and 29; and pigments yellow 1 , 3, 12, 13, 14, 17, 34, 65 ; 74, 83, and 97. 
[0035] All concentrations herein are in weight percent, unless otherwise indicated. The purity of all components is 
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that employed in normal commercial practice for ink-jet inks. All references are hereby incorporated by reference. 
[0036] Ink-jet Ink Vehicle - The inkcompositions of this invention comprise the pigment, dispersant, a bleed controlling 
polymer(s), and the ink vehicle. For a discussion of inks and their properties, see The Printing Manual, 5 th ed. Leach 
et al. (Chapman and Hall, 1993). See also U.S. Pat. Nos. 2,833,736; 3,607,813; 4,104,061 ; 4,770,706; and 5,026,755. 
5 [0037] A typical formulation for an ink useful in the practice of the invention includes the pigment colorant (about 
0.001% to 10 wt%), a dispersant (about 0.001% to 10%), one or more cosolvents (0.01 to about 50 wt%), one or more 
water-soluble surf acta nts/amphiphiles (0 to about 40, preferably about 0.1 to about 5 wt%), one or more high molecular 
weight colloids (0 to about 3 wt%), and water (balance). Of course, one or more of the inks in the ink-set will contain 
the bleed controlling polymer(s), present in a amount of from about 0.1 to about 1 0 % by wt of the ink composition, 
10 preferably from 0.1 to about 3%. 

[0038] One or more cosolvents may be added to the vehicle in the formulation of the ink. Classes of cosolvents 
employed in the practice of this invention include, but are not limited to, aliphatic alcohols, aromatic alcohols, diols, 
glycol ethers, poly(glycol) ethers, caprolactams, lactones, formamides, acetamides, and long chain alcohols. Examples 
of compounds employed in the practice of this invention include, but are not limited to, primary aliphatic alcohols of 30 
15 carbons or less, primary aromatic alcohols of 30 carbons or less, secondary aliphatic alcohols of 30 carbons or less, 
secondary aromatic alcohols of 30 carbons or less : 1,2-alcohols of 30 carbons or less, 1 ,3-alcohols of 30 carbons or 
less, 1 ,5-alcohols of 30 carbons or less, ethylene glycol alkyl ethers, propylene glycol alkyl ethers, poly(ethylene glycol) 
alkyl ethers, higher homologues of poly(ethylene glycol) alkyl ethers, poly(propylene glycol) alkyl ethers, higher homo- 
logues of poly(propylene glycol) alkyl ethers, N-alkyl caprolactams, unsubstituted caprolactams, substituted forma- 
te mides, unsubstituted formamides, substituted acetamides, and unsubstituted acetamides. Specific examples of cosol- 
vents that are preferably employed in the practice of this invention include, but are not limited to, 1 ,5-pentanediol, 
2-pyrrolidone, 2-ethyl-2-hydroxymethyl-1 ,3-propanediol, diethylene glycol, 3-methoxybutanol, and 1 ( 3-dimethyl-2-irn- 
idazolidinone. The cosolvent concentration may range from about 0.01 to about 50 wt%, with about 0.1 to 20 wt% 
being preferred. 

25 [0039] Water-soluble surfactants may be employed in the formulation of the vehicle of the ink. These surfactants are 
added as free components to the ink formulation and are not otherwise associated or intended to become part of the 
polymers described herein. For convenience, examples of surfactants are divided into two categories: (1) non-ionic 
and amphoteric and (2) ionic. The former class includes: TERGITOLs, which are alkyl polyethylene oxides available 
from Union Carbide; TRITONs, which are alkyl phenyl polyethylene oxide surfactants available from Rohm & Haas 

•30" Co.; BRIJs; PLURONICs (polyethylene oxide block copolymers); and SURFYNOLs (acetylenic polyethylene oxides 
available from Air Products); POE (polyethylene oxide) esters; POE diesters; POE amines; POE amides; and dime- 
thicone copolyols. Amphoteric surfactants such as substituted amine oxides are useful in the practice of this invention. 
Cationic surfactants such as protonated POE amines may also be used. U.S. Pat. No. 5,106,416, discloses more fully 
most of the surfactants listed above. The non -ionic amphiphiles/surfactants are more preferred than the ionic sur- 

35 factants. Specific examples of amphiphiles/surfactants that are preferably employed in the practice of this invention 
include iso-hexadecyl ethylene oxide 20, SURFYNOL CT-111 , TERGITOL 15-S-7, and amine oxides, such as N,N- 
dimethyl-N-dodecyl amine oxide, N,N-dimethyl-N-tetradecyl amine oxide, N,N-dimethyl-N-hexadecyl amine oxide, N, 
N-dimethyl-N-octadecyl amine oxide, N,N-dimethyl-N-(Z-9-octadecenyl)-N-amine oxide. The concentration of the am- 
phiphile/surfactants may range from 0 to 40 wt %, preferably from about 0.1% to 3 wt%. 

40 [0040] To further improve optical density, between 0 and about 3 wt% of a high molecular weight colloid derived from 
natural or synthetic sources may optionally be added to the ink formulation. Addition of a high molecular weight colloid 
improves print quality. Example of high molecular weight colloids employed in the practice of this invention include 
alginates, mannuronic acid, carageenan, guar gum, xanthan gum : dextran, chitin, chitosan, carboxymethylcellulose, 
nitromethylcellulose, and all derivatives thereof. These colloids are disclosed in U.S. Pat. No. 5,133,803, "High Molec- 

•« uiar Weight Colloids for Bleed Control." The preferred concentration of the high molecular weight component colloid 
in the inks of this invention is from about 0.1% to about 0.75 wt%. 

[0041] Consistent with the requirements for this invention, various types of additives may be employed in the ink to 
optimize the properties of the ink composition for specific applications. For example, as is well-known to those skilled 
in the art, biocides may be used in the ink composition to inhibit growth of microorganisms. Preferred examples of 
50 biocides include Urarcide™ and Proxel™, and NuoCept™. Sequestering agents such as EDTA may be included to 
eliminate deleterious effects of heavy metal impurities, and buffer solutions may be used to control the pH of the ink. 
Other known additives such as viscosity modifiers and other acrylic or non-acrylic polymers may be added to improve 
various properties of the ink compositions as desired. 

[0042] The inks are formulated by combining the various components of the vehicle and mixing them with the col- 
55 orants and polymers disclosed herein. The viscosity of the final ink composition is from about 0.8 to about 8 cPs, 
preferably from about 0.9 to about 4 cPs. 

[0043] A method of ink-jet printing is also disclosed herein. The inks of this invention may be used in any conventional 
ink-jet or bubble-jet or piezoelectric printer. Preferably the inks are used in thermal ink-jet printers. The ink is typically 
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charged into a printer cartridge and printed on any medium. Examples of suitable media for printing includes paper, 
textiles, wood, and plastic. 

EXAMPLES 

[0044] The following are two examples of improvements in black to yellow bleed. In both examples, black ink from 
a HP 2000 Professional® Series printer was spiked with 0.4% of a polymer of this invention. Polymer 1 contains mon- 
omers of octylacrylamide, butylaminoethyl methacrylate, and other acrylic monomers {at least one of which is an acidic 
monomer) and has an acid number of approximately 140 mg KOH/gram. Polymer 2 contains methyl methacrylate, 
ethyl acrylate, and methacrylic acid having an acid number of 124 mg KOH/gram. The black ink is known to be a 
pigmented ink that is stabilized with a dispersant and having a pH of about 8 to 8.5. The inks are filled into black pens 
designed for the HP 2000C Professional® Series printer. A non-spiked ink is also used as a control. 

Example 1 

[0045] Three color inks are prepared using 2%, 4.5%, and 7% succinic acid and having the following common in- 
gredients: 7.5% 2-pyrrolidone, 8% 1 ,5-pentanediol, 1.5%Tergitol 1 5 -S-7 surfactant Direct Yellow 132 (Absorbance of 
0.12 at 1/10,000 dilution) and the balance water. The pH is adjusted to 4.0 with KOH. The inks are filled into color inkjet 
pens designed for the HP 2000C Professional® Series printer. 

[0046] The pens are loaded into a HP 2000C Professional® Series printer. Using Union Camp Jamestown paper, 
black lines measuring about 0. 1 inch are printed and flanked by two yellow boxes with combinations of the above black 
and yellow inks. The amount of black to yellow bleed is determined by measuring the difference in the black line width 
(in mils) with and without the flanking yellow boxes. The resulting black to yellow bleed for the various combinations 
are shown in Figure 1 . 

[0047] Note that when the specific polymer additives are present, the bleed is reduced and good results are obtained 
with lower levels of succinic acid when compared the control. Similar results are achieved using other acids, such as 
citric, glutaric, oxalic, etc. 



Figure 1 
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Example 2 

[0048] Three color inks are prepared using 2%, 4.5% and 7% calcium nitrate hexahydrate and having the following 
components in common: 7.5% 2-pyrrolidone, 8% 1 ,5-pentanediol, 1.75% Tergitol 15-S-7 surfactant, Acid Yellow 23 
(Absorbance of 0.13 at 1/10,000 dilution) and the balance water. The pH ranges from 7.0 to 7.5. The inks are filled into 
color inkjet pens designed for the HP 2000C Professional® Series printer. 

[0049] The pens are loaded into a HP 2000C Professional® Series printer. Using Union Camp Jamestown paper, 
black lines measuring about 0. 1 inch are printed and flanked by two yellow boxes with combinations of the above black 
and yellow inks. The amount of black to yellow bleed is determined by measuring the difference in the black line width 
(in mils) with and without the flanking yellow boxes. The resulting black to yellow bleed for the various combinations 
is shown in Figure 2. 

[0050] Note that when the specific polymer additives are present, the bleed is reduced and good results are obtained 
with lower levels of calcium ion when compared the control. Similar results are achieved using other multivalent ions, 
such as Mg 2+ , Al 2+ , and etc. 
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Figure 2 



Black to Yellow Bleed with 0.4% Polymeric Bleed Additive Eyegore Bleed (Mils) 
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INDUSTRIAL APPLICABILITY 

[0051] The method of reducing bleed is expected to find use in ink-jet printing applications involving two or more inks. 
[0052] Thus, there has been disclosed a method of reducing bleed in printing at least two different inks on a print 
medium from an ink-jet pen. It will be readily apparent to those skilled in this art that various changes and modifications 
may be made without departing from the spirit of the invention, and all such changes and modifications are considered 
to fall within the scope of the invention as defined by the appended claims. 



Claims 



25 



1 . An ink-jet ink set for ink-jet printing comprising a first ink and a second ink, wherein said first ink comprises at least 
one pH-sensitive polymer, a pigment, and dispersant and wherein said second ink comprises a multi-valent salt 
or has an appropriate pH , such that when said first ink and said second ink contact on a print medium, said polymer 
in said first ink will precipitate/flocculate onto said print medium; and wherein said pH-sensitive polymer comprises 
at least one basic amine monomer, at least one acid monomer, and at least one hydrophobic monomer. 



30 



An ink-jet ink set for ink-jet printing according to Claim 1 wherein said polymer comprises monomers having the 
following basic structure: 
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wherein R 1 are independently selected from H or a C r C 18 substituted or unsubstituted. branched or unbranched, 
alkyl, aromatic, or cyclic chain, optionally containing halogen, ester, ether, amine or amide functionalities; R 2 is a 
group selected from the group consisting of a moiety containing a carboxylic acid group having a pK a of from 5.0 
to 7.5, primary amine, secondary amine, tertiary amine, or mixtures thereof; and R 3 is a C 1 -C 16 substituted or 
unsubstituted, branched or unbranched, alkyl, aromatic, or cyclic chain, optionally containing ester, ether, amine 
or amide functionalities; said monomers present in an amount sufficient to provide a stable polymer when solubi- 
lized in water yet will precipitate/flocculate upon contact with said second ink. 

3. An ink-jet ink set for ink-jet printing according to Claim 2 wherein* said R-, are independently selected from the 
group consisting of H, CH 3 , halogen, halogenated methyl group, or mixtures thereof. 

4. An ink-jet ink set for ink-jet printing according to Claim 2 wherein said polymer comprises monomers with carboxylic 
acid functionalities selected from the group consisting of acrylic acid, methacrylic acid, crontonic acid, 2-trifluor- 
omethylacrylic acid, 2-bromoacrylic acid, and mixtures thereof. 
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An ink-jet ink set for ink-jet printing according to Claim 2 wherein said polymer comprises amine functionalities 
and are selected from the group consisting of 2-(diethylamino)ethyl acrylate, 2-(dimethylamino)ethyl acrylate, 
3-(dimethylamino)propyl acrylate, butylaminoethyl methacrylate, 2-aminoethyl methacrylate, N-[3-(dimethylamino) 
propyljacrylamide, and mixtures thereof, and preferably wherein the amount of basic nitrogen in said polymers, 
measured as the meq of basic nitrogen per gram, is from 1 to 7 meq/g. 

An ink-jet ink set for ink-jet printing according to Claim 2 wherein said polymer comprises monomers having the 
following basic structure: 
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wherein R n are independently selected from H or a Cj-C-,3 substituted or unsubstituted : branched or unbranched; 
alkyl, aromatic, or cyclic chain, optionally containing ester, ether, amine or amide functionalities; n is from 0 to 
about 15, so as long as the group has a pK a of from about 5.0 to about 7.5; and R 3 is a C 1 -C 18 substituted or 
unsubstituted, branched or unbranched, alkyl, aromatic, or cyclic chain, optionally containing ester, ether, amine 
or amide functionalities. 



An ink-jet ink set according to Claim 1 wherein said second ink comprises multi-valent salts, said salts are selected 
from the group consisting of alkaline earth metals of group 2A of the periodic table; transition metals of group 3B 
of the periodic table; cations from group 3A of the periodic table; lanthanides; and mixtures thereof; said salt is 
present in an amount ranging from about 1% to about 10 by weight of said second ink. 



An ink-jet ink set according to Claim 7 wherein said multi-valent salts are selected from the group consisting of 
magnesium, calcium, lanthanum, aluminum, neodymium, and mixtures thereof. 

An ink-jet ink set according to Claim 2 wherein said polymers are selected from the group consisting of: a) 8:92 
acrylic acid:butyl acrylate, acid number 62 mg KOH/g; b) 10:90 methacrylic acid:butyl acrylate, acid number 65 
mg KOH/g; c) 12:88 acrylic acid:ethyl acrylate, acid number 93 mg KOH/g; d) 14:86 methacrylic acid :ethyl acrylate, 
acid number 91 mg KOH/g; e) 1 6:60:24 acrylic acid:methyl methacrylate:hexyl acrylate, acid number 1 25 mg KOH/ 
g; f) 16:5:15:64 acrylic acid:butylaminoethyl meth acrylate: octylacrylamide:methylmeth acrylate, acid number 125 
mg KOH/g; g) 19:40:41 methacrylic acid:ethyl aery I ate: methyl methacrylate, acid number 124 mg KOH/g; h) 30: 
30:30 methacrylic acid:methyl methacrylate: benzyl methacrylate, acid number 195 mg KOH/g; 44:56 acrylic acid: 
ethyl acrylate, acid number 325 mg KOH/g; and mixtures thereof 

A method of reducing bleed between at least two different inks on a print medium, said at least two different inks 
comprising a first ink composition and a second ink composition; said method comprising the step of: 

a) formulating said first ink to comprise a pigment, a dispersant, and a pH-sensitive polymer, said pH-sensitive 
polymer comprises at least one basic amine monomer, at least one acid monomer, and at least one hydrophobic 
monomer; and 

b) formulating said second ink to comprise a sufficient amount of an multi-valent salt which in incompatible 
with said pH-sensitive polymer or a sufficient amount of an organic acid such that said second ink has an 
appropriate pH such that when printed on a print medium and said ink come into contact, said polymer in said 
first ink will precipitate/flocculate onto said print medium to effect a reduction in migration of said first ink into 
second said ink, thereby reducing bleed between said at least two inks. 

A method of reducing bleed according to Claim 1 0 wherein said polymer comprises monomers having the following 
basic structure: 
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wherein R 1 are independently selected from H or a C,-C 18 substituted or unsubstituted, branched or unbranched, 
alkyl, aromatic, or cyclic chain, optionally containing halogen, ester, ether, amine or amide functionalities; R 2 is a 
group selected from the group consisting of a moiety containing a carboxylic acid group having a pK a of from 5.0 
to 7.5, primary amine, secondary amine, tertiary amine, or mixtures thereof; and R 3 is a C|-C 18 substituted or 
unsubstituted, branched or unbranched, alkyl, aromatic, or cyclic chain, optionally containing ester, ether, amine 
or amide functionalities; said monomers present in an amount sufficient to provide a stable polymer when solubi- 
lized in water yet will precipitate/floccuiate upon contact with said second ink. 

12. A method of reducing bleed according to Claim 11 wherein said polymer comprises hydrophobic monomers se- 
lected from the group consisting methyl esters or ethyl esters of acrylic, met h aery lie acids, ethyl-2-(bromomethyl) 
acrylate, propyl acrylates, propyl met h aery lates, butyl acrylates, butyl methacrylates, isoamyl acrylate : hexyl acr- 
ylates, hexyl methacrylates, cyclohexyl acrylates, cyclohexyl methacrylates, alkyl derivatives of cyclohexyl acr- 
ylates and methacrylates, ethylhexyl acrylates, ethylhexyl methacrylates, trimethylhexyl acrylate, Isooctyl acrylate, 
isodecyl acrylate, dodecyl acrylate, tridecyl methacrylate, octadecyl acrylate, isobornyl acrylate, isobomyl meth- 
acrylate, phenyl methacrylate, benzyl methacrylate, 2-butoxyethyl acrylate, 2-butoxyethyl methacrylate, 2-ethox- 
yethyl acrylate, neopentyl glycol acrylate benzoate, ethylene glycol phenyl ether acrylate, hydroxybutyl acrylate, 
alkyl esters of crotonic acid, N.N-dimethylacrylamide, N-isopropylacrylamide and methacrylamide, N-octylacryla- 
mide, N-(butoxymethyi)acrylamide, N-(isobutoxymethyl)acrylamide, methyl-2-acrylamido-2-methoxyacetate, vinyl 
acetate, vinyl neodecanoate, cyclohexyl vinyl ether, 2-ethylhexyl vinyl ether, styrene, and mixtures thereof. 

13. A method of reducing bleed according to Claim 1 1 wherein said polymer comprises monomers having the following 
basic structure: 
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wherein R 1 are independently selected from H or a C r C 18 substituted or unsubstituted, branched or unbranched, 
alkyl, aromatic, or cyclic chain, optionally containing ester, ether, amine or amide functionalities; n is from 0 to 15, 
so as long as the group has a pK a of from 5.0 to 7.5; and R 3 is a C r C 18 substituted or unsubstituted, branched 
or unbranched, alkyl, aromatic, or cyclic chain, optionally containing ester, ether, amine or amide functionalities. 

14. A method of reducing bleed according to Claim 1 1 wherein said second ink comprises multi-valent salts, said salts 
are selected from the group consisting of alkaline earth metals of group 2A of the periodic table; transition metals 
of group 3B of the periodic table; cations from group 3A of the periodic table; lanthanides; and mixtures thereof; 
said salt is present in an amount ranging from 1% to 1 0 by weight of said second ink; preferably wherein said multi- 
valent salts are selected from the group consisting of magnesium, calcium, lanthanum, aluminum, neodymium, 
and mixtures thereof. 
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